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Thermoplastic compositions with enhanced melt flow and compatibiiity 

The Instant invention relates to a composition of a themioplastic polymer and a triblock- 
copolymer or grafted comb copolymer, with enhanced melt flow during processing. Further 
aspects of the invention are the triblock-copolymers or grafted comb polymers itself, a 
method for their production and their use as compatibilizers and rneltflow enhancing 
additives. Yet another aspect of the invention are functional alkoxyamines, which are useful 
for the preparation of the triblock-copolymers or grafted comb polymers. 

Productivity of fomigiving and compounding processes of themioplastic materials, such as 
extrusion or injection molding is often related to the melt viscosity of polymers, i.e. by 
lowering the melt viscosity, throughput can be increased and cycle times and energy 
consumption can be considerably reduced. The melt viscosity is related to the molecular 
weight of the polymer. Increasing the molecular weight leads to an increase in melt viscosity. 

On the other hand it is not possible to reduce the molecular weight in order to gain a reduced 
melt viscosity, since other important properties of polymers such as mechanical strength 
depend also on the molecular weight of the polymer. It is therefore a clear request of the 
plastic and converting industry for a material combination of low melt viscosity (or enhanced 
melt flow) without influence on other material properUes, such as mechanical strength or 
transparency. 



Additives fulfilling at least partially the aformentioned requirements in certain polymers are 
known and are often referred to as lubricants (e.g. polyethylene, polytetrafluoroethylene, 
amide waxes) and/or processing aids (fluoropolymers, silicones). However, the use of these 
additives results often in blooming, tool deposits, reduced transparency and "fatty" surface 
aspect due to their inherent incompatibility with the parent polymer. 

For example US 6 331 589 discloses diblock-copoiymers containing one polysiloxane 
segment and a polystyrene or polyethylene segment as melt flow enhancing additive. 

The present Invention provides a composition of a thermoplastic polymer and a triblock- 
copolymer. which is preferably prepared via controlled radical polymerization. The triblock- 
copolymer has an Improved compatibility with the thermoplastic polymer and enhances the 
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melt flow of the thermoplastic polymer. Mechanical properties, optical aspect, surface 
characteristics and color of the parent polymer are essentially not affected. 

One aspect of the invention is a composition comprising 

A) a thermoplastic polymer and 

B1) a triblock-copolymer of the fonnuia B-C-B; or 

B2) a graft copolymer wherein a polymer block B is grafted onto a polymer C to form a comb 

copolymer of idealized formula C-B(n) wherein n is greater than 2; 

wherein 

the polymer block B is compatible to the thermoplastic polymer A); and 

the polymer block C has a glass transition temperature of at least 20° K below the glass 

transition temperature of the thermoplastic polymer A); 

and the average molecular weight Mw of the triblock-copolymer B1) or grafted comb 
copolymer B2) is below 50 000. 

In gerneral the triblock-copolymer is preferred. 

The polydispersity Index of the triblock- copolymer and the grafted comb copolymer is for 
example between 1.0 and 5.0, preferably between 1.1 and 3.0 and in particular between 1.1 
and 2.0. 

Suitable thermoplastic polymers are mentioned below. 

1. Polymers of monoolefins and dioleflns, for example polypropylene, polyisobutylene, po- 
lybut-1-ene, poly-4-methylpent-1-ene, polyvinylcyclohexane, polyisoprene or polybutadiene, 
as well as polymers of cyclooleflns, for Instance of cyclopentene or norbornene, polyethylene 
(which optionally can be crosslinked), for example high density polyethylene (HOPE), high 
density and high molecular weight polyethylene (HDPE-HMW), high density and ultrahigh 
molecular weight polyethylene (HDPE-UHMW), medium density polyethylene (MDPE), low 
density polyethylene (LDPE), linear low density polyethylene (LLDPE), (VLDPE) and 
(ULDPE). 



•1 
J 
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Polyolefins, i.e. the polymers of monoolefins exemplified in tfie preceding paragrapli, prefe- 
rably polyethylene and polypropylene, can be prepared by different, and especially by the 
following, methods: 

a) radical polymerisation (nonnally under high pressure and at elevated temperature). 

b) catalytic polymerisation using a catalyst that nonnally contains one or more than one 
metal of groups IVb, Vb, VIb or VIII of the Periodic Table. These metals usually have 
one or more than one ligand, typically oxides, halides, alcoholates, esters, ethers, 
amines, aikyls, all<enyls and/or aryls that may be either iz- or a-coordinated. These 
metal complexes may be in the free form or fixed on substrates, typically on 
activated magnesium chloride, titanium(lll) chloride, alumina or silicon oxide. These 
catalysts may be soluble or insoluble in the polymerisation medium. The catalysts 
can be used by themselves in the polymerisation or further activators may be used, 
typically metal all<yls, metal hydrides, metal alkyi halides, metal alkyi oxides or metal 
alkyloxanes, said metals being elements of groups la, lla and/or ilia of the Periodic 
Table. The activators may be modified conveniently with further ester, ether, amine 
or silyl ether groups. These catalyst systems are usually termed Phillips, Standard 
OH Indiana, Ziegler (-Natta), TNZ (DuPont), metallocene or single site catalysts 
(SSC). 

2. Mixtures of the polymers mentioned under 1), for example mixtures of polypropylene with 
polyisobutylene, polypropylene with polyethylene (for example PP/HDPE, PP/LDPE) and 
mixtures of different types of polyethylene (for example LDPE/HDPE). 

3. Copolymers of monoolefins and diolefins with each other or with other vinyl monomers, 
for example ethylene/propylene copolymers, linear low density polyethylene (LLDPE) and 
mixtures thereof with low density polyethylene (LDPE), propylene/but-1-ene copolymers, 
propylene/lsobutylene copolymers, ethylene/but-1-ene copolymers, ethylene/hexene copo- 
lymers, ethylene/methylpentene copolymers, ethylene/heptene copolymers, ethylene/octene 
copolymers, ethylene/vinylcyclohexane copolymers, ethylene/cycloolefin copolymers (e.g. 
ethylene/norbomene like COC), ethyIene/1 -olefins copolymers, where the 1 -olefin is gene- 
rated in-situ; propylene/butadlene copolymers, isobutylene/isoprene copolymers, ethylene/vi- 
nylcyclohexene copolymers, ethylene/alkyi acrylate copolymers, ethylene/alkyi methacrylate 



wo 2004/029156 



PCT/EP2003/010393 



-4- 

copolymers, ethylene/vinyl acetate copolymers or ethylene/acrylic acid copolymers and their 
salts (ionomers) as well as terpolymers of ethylene with propylene and a diene such as 
hexadiene, dicyclopentadiene or ethylidene-norbornene; and mixtures of such copolymers 
with one another and with polymers mentioned in 1) above, for example polypropylene/ethy- 
lene-propylene copolymers, LDPE/ethylene-vinyl acetate copolymers (EVA), LDPE/ethylene- 
acrylic acid copolymers (EAA). LLDPE/EVA, LLDPBEAA and alternating or random polyal- 
kylene/carbon monoxide copolymers and mixtures thereof with other polymers, for example 
polyamides. 

4. Hydrocarbon resins (for example Cg-Cg) including hydrogenated modifications thereof 
(e.g. tacl<ifiers) and mixtures of polyalkylenes and starch. 

Homopolymers and copolymers from 1.) - 4.) may have any stereostructure including syndio- 
tacOc, Isotactic, heml-isotactic or atactic; where atactic polymers are preferred. Stereoblock 
polymers are also included. 

5. Polystyrene, poly(p-methylstyrene), poly(a-methylstyrene). 

6. Aromatic homopolymers and copolymers derived from vinyl aromatic monomers including 
styrene, a-methylstyrene, all isomers of vinyl toluene, especially p-vinyltoluene, all isomers of 
ethyl styrene, propyl styrene, vinyl biphenyi. vinyl naphthalene, and vinyl anthracene, and 
mixtures thereof. Homopolymers and copolymers may have any stereostructure including 
syndiotactic, isotactic, hemi-isotactic or atactic; where atactic polymers are preferred. Ste- 
reoblock polymers are also included. 

6a. Copolymers including aforementioned vinyl aromatic monomers and comonomers selec- 
ted from ethylene, propylene, dienes, nitriles, acids, maleic anhydrides, maleimides, vinyl 
acetate and vinyl chloride or acrylic derivatives and mixtures thereof, for example styrene/bu- 
tadiene, styrene/acrylonitrile, styrene/ethylene (interpolymers), styrene/alkyi methacrylate, 
styrene/butadiene/alkyi acrylate, styrene/butadiene/alkyi methacrylate. styrene/maleic anhy- 
dride, styrene/acrylonitrile/methyl acrylate; mixtures of high impact strength of styrene copo- 
lymers and another polymer, for example a polyacrylate, a diene polymer or an ethyiene/pro- 
pylene/diene terpolymer; and block copolymers of styrene such as styrene/butadiene/sty- 
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rene. styrene/isoprene/styrene. styrene/ethylene/butylene/styrene or styrene/ethylene/propy- 
lene/styrene. 

6b. Hydrogenated aromatic polymers derived from hydrogenation of polymers mentioned 
under 6.), especially Including polycyclohexylethylene (PCHE) prepared by hydrogenating 
atactic polystyrene, often referred to as polyvlnylcyclohexane (PVCH). 

6c. Hydrogenated aromatic polymers derived from hydrogenation of polymers mentioned 
under 6a.). 

Homopolymers and copolymers may have any stereostructure including syndiotactic, Isotac- 
tlc, heml-isotactic or atactic; where atactic polymers are prefen-ed. Stereoblock polymers are 
also Included. 

7. Graft copolymers of vinyl aromatic monomers such as styrene or a-methylstyrene. for 
example styrene on polybutadlene. styrene on polybutadiene-styrene or polybutadiene-acry- 
lonltrile copolymers; styrene and acrylonitrlle (or methacrylonltrile) on polybutadlene; styrene, 
acrylonltrile and methyl methacrylate on polybutadlene; styrene and maleic anhydride on 
polybutadlene; styrene, acrylonitrlle and maleic anhydride or malelmide on polybutadlene; 
styrene and malelmide on polybutadlene; styrene and alkyi acrylates or methacrylates on 
polybutadlene; styrene and acrylonitrile on ethylene/propylene/diene terpolymers; styrene 
and acrylonitrile on polyalkyi acrylates or polyalkyi methacrylates, styrene and acrylonltrile on 
acrylate/butadiene copolymers, as well as mixtures thereof with the copolymers listed under 
6), for example the copolymer mixtures known as ABS, MBS, ASA or AES polymers. 

8. Halogen-containing polymers such as polychloroprene, chlorinated mbbers, chlorinated 
and bromlnated copolymer of Isobutylene-lsoprene (halobutyl rubber), chlorinated or sulfo- 
chlorlnated polyethylene, copolymers of ethylene and chlorinated ethylene, epichlorohydrin 
homo- and copolymers, especially polymers of halogen-containing vinyl compounds, for 
example polyvinyl chloride, polyvlnylldene chloride, polyvinyl fluoride, polyvlnylidene fluoride, 
as well as copolymers thereof such as vinyl chlorideMnylldene chloride, vinyl chlorldeA/lnyl 
acetate or vinylldene chloride/vinyl acetate copolymers. 
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9. Polymers derived from a,p-unsaturated acids and derivatives tliereof such as polyacry- 
lates and polymetliacrylates; polym ethyl methacrylates, polyacrylamides and polyacryloni- 
triles. impact-modified with butyl acrylate. 

10. Copolymers of the monomers mentioned under 9) with each other or with other unsatu- 
rated monomers, for example acrylonitrile/ butadiene copolymers, acrylonitrile/alkyi acrylate 
copolymers, acrylonitrile/alkoxyalkyi acrylate or acrylonitrile/vinyl halide copolymers or acry- 
lonitrile/ alkyi methacrylate/butadiene terpolymers. 

11. Polymers derived from unsaturated alcohols and amines or the acyl derivatives or ace- 
tate thereof, for example polyvinyl alcohol, polyvinyl acetate, polyvinyl stearate, polyvinyl 
benzoate, polyvinyl maleate, polyvinyl butyral, polyallyl phthalate or polyallyl melamine; as 
well as their copolymers with olefins mentioned in 1) above. 

12. Homopolymers and copolymers of cyclic ethers such as poiyalkylene glycols, polyethy- 
lene oxide, polypropylene oxide or copolymers thereof with bisglycidyl ethers. 

13. Polyacetals such as polyoxymethylene and those polyoxymethylenes which contain 
ethylene oxide as a comonomer; polyacetals modified with thermoplastic polyurethanes, 
acrylates or MBS. 

14. Polyphenylene oxides and sulfides, and mixtures of polyphenylene oxides with styrene 
polymers or polyamldes. 

15. Polyurethanes derived from hydroxyl-temiinated polyethers, polyesters or polybutadi- 
enes on the one hand and aliphatic or aromatic polylsocyanates on the other, as well as 
precursors thereof. 

16. Polyamldes and copolyamides derived from diamines and dicarboxylic acids and/or from 
aminocarboxylic acids or the corresponding lactams, for example polyamide 4, polyamide 6, 
polyamide 6/6, 6/10, 6/9, 6/12, 4/6, 12/12. polyamide 11, polyamide 12, aromatic polyamldes 
starting from m-xylene diamine and adipic acid; polyamides prepared from 
hexamethylenediamine and isophthallc or/and terephthalic acid and with or without an ela- 
stomer as modifier, for example poly-2,4.4,-trlmethylhexamethylene terephthalamlde or poly- 
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m-phenylene isophthalamide; and also block copolymers of the aforementioned polyamides 
with polyolefins, olefin copolymers, lonomers or chemically bonded or grafted elastomers: or 
with polyethers, e.g. with polyethylene glycol, polypropylene glycol or polytetramethylene 
glycol; as well as polyamides or copolyamides modified with EPDM or ABS; and polyamides 
condensed during processing (RIM polyamide systems). 

17. Polyureas. polyimides, polyamide-imides, polyetherimids, polyesterimids, polyhydantoins 
and polybenzimidazoles. 

18. Polyesters derived from dicarboxylic acids and diols and/or from hydroxycarboxylic acids 
or the con-esponding lactones, for example polyethylene terephthalate, polybutylene tereph- 
thalate, poly-1 ,4-dimethylolcyclohexane terephthalate, polyalkylene naphthalate (PAN) and 
polyhydroxybenzoates, as well as block copolyether esters derived from hydroxyl-terminated 
polyethers; and also polyesters modified with polycarbonates or MBS. 

1 9. Polycarbonates and polyester carbonates. 

20. Polyketones. 

21 . Polysulfones, polyether sulfones and polyether ketones. 

22. Blends of the aforementioned polymers (polyblends), for example PP/EPDM, Poly- 
amide/EPDM or ABS, PVC/EVA, PVC/ABS, PVC/MBS, PC/ABS. PBTP/ABS, PC/ASA, 
PC/PBT, PVC/CPE, PVC/acrylates, POM/lhermoplasttc PUR, PC/thermoplastic PUR, 
POM/acrylate, POM/MBS, PPO/HIPS, PPO/PA 6.6 and copolymers. PA/HDPE, PA/PP. 
PA/PPO, PBT/PC/ABS or PBT/PET/PC. 

Preferably the thermoplastic polymer A is selected from the group consisting of polyethylene, 
polypropylene, polystyrene, polyacrylate, polymethacrylate, polyvlnylchlorlde, polyphenylene- 
oxide, polyvlnylacetate, polyamide and polyester. 

In particular the thermoplastic polymer A is selected from the group consisting of poly- 
ethylene, polypropylene and polystyrene. 
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For example the polymer block C is selected from the group consisting of poly-n- 
butylacrylate. polyisoprene, polybutadiene, polyethylacrylate, and polysiloxane. 

For Instance the polymer block B is selected from the group consisting of polyisoprene, poly- 
butadiene, polystyrene polymethacrylate and polyacrylate. 



In a typical embodiment of the 

the themnoplastic polymer A 

polystyrene 

polystyrene 

polystyrene 

polystyrene 

polystyrene 

polyethylene 

polypropylene 

polymethylmethacrylate 

polyamide 

polyester 

polyvinylchloride 

polyvinylchloride 

polyphenyleneoxide 

polyvlnylacetate 



invention 

and the triblock-copolymer B-C-B are 

polystyrene-poly-n-butylacryiate-polystyrene, 

polystyrene-polyisoprene-polystyrene, 

polystyrene-polybutadiene-polystyren,e 

polystyrene-polysiloxane-polystyrene, 

polystyrene-polyethylacrylate-polystyrene, 

polyisoprene-polysiloxane-polyisoprene, 

polyisoprene-polysiloxane-polylsoprene, 

polymethylacrylate-polysiloxane-polymethylacrylate, 

polyethylacrylate-polysiloxane-polyethylacrylate, 

polyethylacrylate-polysiloxane-polyethylacrylate, 

polyethylacrylate-polysiloxane-polyethylacrylate, 

poly-n-butylacrylate-polysiloxane-poly-n-butylacrylate, 

polystyrene-polysiloxane-polystyrene or 

polymethylacrylate-polysiloxane-polymethylacrylate. 



For example the glass transition temperature of the polymer block C is 50*' K below the glass 
transition temperature of the themnoplastic polymer A. 

Preferably the average molecular weight Mw of the triblock-copolymer or graft-copolymer is 
below 30000. 



Each individual block has for example an average molecular weight Mw of 2000 to 20000, In 
particular from 2000 to 10000 with the proviso that the total is below 50000, preferably below 
30000. 



Particularly the polymer block C is a polysiloxane. 
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Typically the triblock-copolymer or graft graft-copolymer Is present in an amount of from 0.1 
to 10 %, preferably of from 0.5 to 5% and in particular of from 0.5 to 3% by weight, based on 
the weight of the thermoplastic polymer A). 

The composition may contain further additives, such as for example light stabilizers, UV- 
absorbers, processing stabilizers, pigments or dyes and so on. Examples are given below. 

1 . Antioxidants 

1.1. Alkylat ed monophenois . for example 2,6-di-tert-butyl-4-methylphenol, 2-tert-butyl-4,6-di- 
methylphenol, 2,6-dl-tert-butyl-4-ethylphenol, 2,6-di-tert-butyl-4-n-butylphenol, 2.6-di-tert-bu- 
tyI-4-isobutylphenol, 2,6-dicyclopentyl-4-methylphenol, 2-(a-methylcyclohexyl)-4,6-dimethyl- 
phenol, 2,6-dIoctadecyl-4-methylphenol, 2,4,6-trlcyclohexylphenol, 2,6-di-tert-butyl-4-meth- 
oxymethylphenol, nonylphenols which are linear or branched In the side chains, for example 
2,6-dl-nonyl-4-methylphenol, 2,4-dlmethyl-6-(1 '-methylundec-l'-yOphenol, 2,4-dimethyl-6-(1 '- 
methylheptadec-1'-yl)phenol, 2,4-dlmethyl-6-(1'-methyltrldec-1'-yl)phenol and mixtures there- 
of. 

1 .2. AlkvlthiomethvlDhenols. for example 2,4-dloctylthiomethyl-6-tert-butylphenol, 2,4-dioctyl- 
thlomethyl-6-methylphenol, 2,4-dioctylthiomethyl-6-ethylphenol, 2,6-di-dodecylthiomethyl-4- 
nonylphenol. 

1.3. Hvdroauinones and alkylat ed hydrooutnones. for example 2,6-di-tert-butyl-4-methoxy- 
phenol, 2,5-dl-tert-butylhydroqulnone, 2.5-di-tert-amylhydroqulnone, 2,6-dlphenyl-4-octade- 
cyloxyphenol, 2,6-dl-tert-butylhydroquinone, 2,5-di-tert-butyl-4-hydroxyanisole, 3,5-dl-tert-bu- 
tyl-4-hydroxyanlsole, 3,5-dl-tert-butyl-4-hydroxyphenyI stearate, bls(3,6-dl-tert-butyl-4-hy- 
droxyphenyl) adipate. 

1.4. Tocopherols, for example a-tocopherol, p-tocopherol, y-tocopherol, 8-tocopherol and 
mixtures thereof (vitamin E). 



1.5. Hvdroxvlated thiod tohenvl ethers for example 2,2'-thiobis(6-tert-butyl-4-methylphenol), 
2,2'-thlobls(4-octylphenol), 4,4'-thlobls(6-tert-butyl-3-methylphenol), 4,4'-thiobis(6-tert-butyI-2- 
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methylphenol), 4,4'-thiobis(3,6-di-sec-amyIphenol), 4,4'-bis(2,6-dimethyI-4-hydroxyphenyl)- 
disulfide. 

1 .6. Alkvlidenebisphenols. for example 2,2'-methylenebis(6-tert-butyl-4-methylphenol), 2,2'- 
methylenebis(6-tert-butyl-4-ethylphenol), 2,2'-methylenebis[4-methyl-6-(a-methylcyclohe)cyl)- 
phenol], 2,2'-methylenebis(4-methyl-6-cyclohexyIphenol), 2,2'-methylenebis(6-nonyl-4- 
methylphenol), 2,2'-methyIenebis(4,6-di-tert-butyIphenol), 2,2'-ethylidenebis(4,6-di-tert-butyl- 
phenol). 2,2'-ethylidenebis(6-tert-butyl-4-lsobutylphenol), 2,2'-methylenebis[6-(a-methylben- 
zyl)-4-nonylphenol], 2,2'-methylenebis[6-(a,a-dimethylben2yl)-4-nonylphenol], 4.4'-methy- 
lenebis(2,6-di-tert-butyIphenol). 4,4'-methylenebis(6-tert-butyl-2-methylphenol), 1 ,1-bis(5-tert- 
bUtyl-4-hydroxy-2-methylphenyI)butane. 2.6-bis(3-tert-butyl-5-methyl-2-hydroxybenzyl)-4- 
methylphenol, 1 ,1 ,3-tris(5-tert-butyl-4-hydroxy-2-methylphenyl)butane, 1 ,1 -bis(5-tert-butyl-4- 
hydroxy-2-methylphenyl)-3-n-dodecylmercaptobutane. ethylene glycol bis[3,3-bis(3*-tert- 
butyl-4'-hydroxyphenyl)butyrate], bis(3-tert-butyl-4-hydroxy-5-methyl-phenyl)dicyclopenta- 
dlene, bis[2-(3'-tert-butyl-2'-hydroxy-5'-methylbenzyl)-6-tert-butyl-4-methylphenyl]terephtha- 
late, 1 ,1 -bis-(3,5-dimethyl-2-hydroxyphenyl)butane, 2,2-bis(3,5-dl-tert-butyl-4-hydroxyphe- 
nyl)propane, 2,2-bls-(5-tert-butyl-4-hydroxy2-methylphenyl)-4-n-dodecylmercaptobutane, 
1 ,1 ,5,5-tetra(5-tert-butyl-4-hydroxy-2-methylphenyl)pentane. 

1 .7. 0-. N- and S-ben zvl compounds , for example 3,5,3',5'-tetra-tert-butyl-4,4'-dihydroxydi- 
benz^ ether, octadecyl-4-hydroxy-3,5-d!methylben2ylmercaptoacetate, trldecyl-4-hydroxy- 
3,5-dj-tert-butylben2ylmercaptoacetate, tris(3,5-di-tert-butyl-4-hydroxybenzyl)amine, bis(4- 
tert-butyl-3-hydroxy-2,6-dimethylbenzyl)dithioterephthalate, bis(3,5-di-tert-butyl-4-hydroxy- 
benzyl)su!flde, lsooctyl-3,5-dl-tert-butyl-4-hydroxyben2ylmercaptoacetate. 

1.8. Hvdroxvbenzvlate d maionates . for example dioctadecyl-2,2-bls(3,5-di-tert-butyl-2-hy- 
droxybenzyl)malonate, di-octadecyl-2-(3-tert-butyl-4-hydroxy-5-methylben2yl)malonate, di- 
dode<^lmercaptoethyl-2.2-bis(3,5-dl-tert-butyl-4-hydroxybenzyi)malonate, bis[4-(1 ,1 ,3,3-te- 
tramethylbutyl)phenyl]-2,2-bis(3,5-di-tert-butyl-4-hydroxybenzyl)malonate. 

1.9. Aromatic hvdroxvbenzvl compounds, for example 1,3.5-trls(3,5-di-tert-butyl-4-hydroxy- 
ben2yl)-2,4,6-trimethylbenzene, 1,4-bis(3,5-di-ten-butyl-4-hydroxybenzyl)-2,3,5,6-tetrame- 
thylbenzene, 2,4.6-tris(3,5-di-tert-butyl-4-hydroxybenzyi)phenol. 
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1.10. Triazine compounds, for example 2,4-bis(octylmercapto)-6-(3.5-di-tert-butyl-4-hydroxy- 
anilino)-1 ,3,5-tria2ine, 2-octylmercapto-4,6-bis(3,5-di-tert-butyl-4-hydroxyanllino)-1 ,3,5-tri- 
azine, 2-octylmercapto-4,6-bis(3,5-di-tert-butyl-4-hydroxyphenoxy)-1 ,3,5-tria2ine, 2,4,6-tris- 
(3,5-di-tert-butyl-4-hydroxyphenoxy)-1 ,2,3-triazine, 1 .3.5-tris(3,5-di-tert-butyl-4-hydroxyben- 
2yl)isocyanurate, 1 ,3.5-tris(4-tert-butyl-3-hydroxy-2,6-dimethylbenzyl)isocyanurate, 2,4,6-tris- 
(3,5-di-tert-butyl-4-hydroxyphenylethyl)-1 ,3,5-triazine, 1 ,3,5-tris(3,5-di-tert-butyl-4-hydroxy- 
phenylproplonyl)-hexahydro-1 ,3,5-triazine, 1 ,3,5-trls(3,5-dicycIohexyl-4-hydroxybenzyl)iso- 
cyanurate. 

1.11. BenzvlpliosDhonates. for example climethyl-2,5-di-tert-butyl-4-hydroxybenzylphospho- 
nate, diethyl-3,5-di-tert-butyl-4-hydroxybenzylpliosphonate, dioctadecyl3,5-di-tert-butyl-4-hy- 
droxybenzylphosphonate, dloctadecyl-5-tert-butyl-4-hydroxy-3-methyIben2ylphosphonate, 
the calcium salt of the monoethyl ester of 3,5-dl-tert-butyl-4-hydroxyben2ylphosphonic acid. 

1.12. AcvlamlnoDhenols. for example 4-hydroxylauranilide, 4-hydroxystearanilide, octyl N- 
(3,5-dl-tert-butyl-4-hydroxyphenyl)carbamate. 

1.13. Esters of B-r3.5-dl-tert-but v|-4-hvdroxvphenvl'>proDionic acid with mono- or polyhydric 
alcohols, e.g. with methanol, ethanol, n-octanol, l-octanol, octadecanol, 1 ,6-hexanediol, 1,9- 
nonanediol, ethylene glycol, 1,2-propanediol, neopentyl glycol, thiodiethylene glycol, diethy- 
lene glycol, triethylene glycol, pentaerythritol, tris(hydroxyethyl)isocyanurate, N,N'-bis(hy- 
droxyethyl)oxamide, 3-thlaundecanol, 3-thlapentadecanol, trimethylhexanediol, trimethylol- 
propane, 4-hydroxymethyl-1 -phospha-2,6,7-trioxabicyclo[2.2.2]octane. 

1.14. Esters of B-r5-tert-biitvl-4-hv droxv-3-methvlDhenvl^propionic acid with mono- or poly- 
hydric alcohols, e.g. with methanol, ethanol, n-octanol, l-octanol, octadecanol, 1 ,6-hexanedi- 
ol, 1,9-nonanediol, ethylene glycol. 1,2-propanediol, neopentyi glycol, thiodiethylene glycol, 
diethylene glycol, triethylene glycol, pentaerythritol, trls(hydroxyethyl)isocyanurate, N,N'-bis- 
(hydroxyethyl)oxamlde, 3-thiaundecanol, 3-thlapentadecanol, trimethylhexanediol, trimethyl- 
olpropane, 4-hydroxymethyl-1 -phospha-2.6,7-trioxabicyclo[2.2.2]octane; 3,9-bis(2-{3-(3-ten- 

butyl-4-hydroxy-5-methylphenyl)propionyloxy}-1,1-dimethylethyl]-2,4,8,10-tetraoxaspiro[5.5]- 
undecane. 
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1.15. Esters of B-f3.5- dicvclohexvl-4-hvdroxvDhenvnDroDionic acid with mono- or polyhydric 
alcoliols, e.g. with methanol, ethanol, octanol, octadecanol, 1 ,6-hexanediol, 1 .9-nonanediol, 
ethylene glycol, 1 ,2-propanediol, neopentyl glycol, thiodlethyiene glycol, diethylene glycol, tri- 
ethylene glycol, pentaerythritol, tris(hydroxyethyl)isocyanurate, N,N'-bls(hydroxyethyl)ox- 
amide, 3-thiaundecanol, 3-thlapentadecanol, trimethylhexanedlol, trimethylolpropane, 4-hy- 
droxymethyl-1-phospha-2,6,7-trioxablcyclo[2.2.2]octane. 

1.16. Esters of 3.5-di-tert-butvl-4- hvdroxvDhenvl acetic acid with mono- or polyhydric alco- 
hols, e.g. with methanol, ethanol, octanol, octadecanol, 1 ,6-hexanediol, 1 , 9-nonanediol, 
ethylene glycol, 1 ,2-propanediol, neopentyl glycol, thiodlethyiene glycol, diethylene glycol, 
triethylene glycol, pentaerythritol, trls(hydroxyethyl)lsocyanurate, N,N'-bis(hydroxyethyl)ox- 
amide, 3-thiaundecanol, 3-thlapentadecanol, trimethylhexanedlol, trimethylolpropane, 4-hy- 
droxymethyl-1-phospha-2,6,7-trioxablcyclo[2.2.2]octane. 

1.17. Amides of B-r3.5-di-tert-bu tvl-4-hvdroxvphenvl>Droplonic acid e.g. N,N'-bis(3,5-di-tert- 
butyl-4-hydroxyphenylpropionyl)hexamethylenediamide, N,N'-bis(3,5-di-tert-butyI-4-hydroxy- 
phenylpropionyl)trlmethylenediamide, N,N'-bis(3,5-di-tert-butyl-4-hydroxyphenylpropionyl)hy- 
drazide, N, N'-bis[2-(3-[3,5-di-tert-butyl-4-hydroxyphenyl]propionyloxy)ethyl]oxamide (Nau- 
gard*XL-1, supplied by Uniroyal). 

1.18. Ascorbic acid (vitamin C) 

,1.19. Aminic antio^Wants. for example N,N'-di-isopropyl-p-phenylenediamine, N,N'-di-sec-bu- 
tyl-p-phenylenedfamine, N,N'-bis(1 ,4-dimethylpentyl)-p-phenylenediamine, N,N'-bis(1-ethyl-3- 
,.methylpentyl)-p-phenylenediamrne, N,N'-bis(1 -methylheptyl)-p-phenylenediamine, N,N'-dicy- 
dohexyl-p-phenylenediamine, N,N'-diphenyl-p-phenylenediamine, N,N'-bis(2-naphthyl)-p- 
phenylenedlamlne, N-isopropyl-N'-phenyl-p-phenylenediamlne, N-(1 ,3-dimethylbutyl)-N'-phe- 
nyl-p-phenylenedlamlne, N-(1 -methylheptyl)-N'-phenyl-p-phenylenedlamine, N-cyclohexyl-N'- 
phenyl-p-phenylenedlamine, 4-(p-tofuenesulfamoyl)diphenyIamlne, N,N'-dimethyl-N,N'-di- 
sec-butyl-p-phenylenediamlne, diphenylamine, N-allyldiphenylamlne, 4-lsopropoxydiphenyl- 
amine, N-phenyl-1-naphthylamlne, N-(4-tert-octylphenyl)-1-naphthylamine, N-phenyl-2-naph- 
thylamine, octylated diphenylamine, for example p,p'-dl-tert-octyidiphenylamine, 4-n-butyl- 
aminophenol, 4-butyrylamlnophenol, 4-nonanoylaminophenol, 4-dodecanoylaminophenol, 4- 
octadecanoylamlnophenol, bis(4-metho)q^henyl)amine, 2,6-dl-tert-butyl-4-dimethylamino- 
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methylphenol, 2,4'-diaminodlphenylmethane, 4,4'-dlaminocliphenylmethane, N.N.N'.N'-tetra- 
methyl-4,4'-diaminodiphenylmethane, 1 ,2-bis[(2-methylphenyl)amlno]ethane, 1 ,2-bls(phenyl- 
amino)propane, (o-tolyl)biguanide, bis[4-(1'.3'-dimethylbutyl)phenyl]amine, tert-octylated N- 
phenyl-1-naphthylamlne, a mixture of mono- and dialkylated tert-butyl/tert-octyldiphenyl- 
amines, a mixture of mono- and diali<ylated nonyldiphenylamines, a mixture of mono- and 
diali<ylated dodecyldiphenylamines, a mixture of mono- and diall<ylated isopropyl/Isohexyl- 
diphenylamines, a mixture of mono- and diall<ylated tert-butyldiplienyiamines, 2,3-diliydro- 
3,3-dlmethyl-4H-1,4-benzothiazine, phenotliiazine, a mixture of mono- and dialkylated tert- 
butyl/tert-octylphenothlazines, a mixture of mono- and dialkylated tert-octylphenothiazines, 
N-ailyiphenothiazine, N,N,N'.N'-tetraphenyl-1 ,4-diamlnobut-2-ene, N,N-bis(2,2,6,6-tetra- 
methylpiperld-4-yl-hexametliylenediamine, bis(2.2,6,6-tetramethylpiperid-4-yl)sebacate, 
2,2.6,6-tetramethylplperidin-4-one, 2,2,6,6-tetramethylplperldln-4-ol. 

2. UV absorbers and light stabilisers 

2. 1 ■ 2-(2'-HvdroxvDhenvnbenzotria2Qles. for example 2-(2'-liydroxy-5'-methylphenyl)benzo- 
triazole, 2-(3',5'-dl-tert-butyl-2'-hydroxyphenyl)benzotriazole, 2-(5'-tert-butyl-2'-hydroxyphe- 
nyObenzotrlazole, 2-(2'-hydroxy-5'-(1 ,1 ,3,3-tetramethylbutyl)phenyl)benzotriazole, 2-(3',5'-di- 
tert-butyl-2'-hydroxyphenyl)-5-chIorobenzotriazole, 2-(3'-tert-butyl-2'-hydroxy-5'-methylphe- 
nyl)-5-chlorobenzotriazole. 2-(3'-seo-butyl-5'-tert-butyl-2'-liydroxyphenyl)benzotriazole, 2-(2'- 
hydroxy-4'-octyloxyphenyl)benzotriazole. 2-(3',5'-dl-tert-amyl-2'-hydroxyphenyl)benzotriazole, 
2-(3',5'-bls(a,a-dlmethylbenzyl)-2'-hydroxyphenyl)benzotriazole, 2-(3'-tert-butyl-2'-hydroxy-5'- 
(2-octyloxycarbonylethyl)phenyl)-5-chlorobenzotriazole, 2-(3'-tert-butyl-5'-[2-(2-ethyihexyl- 
oxy)carbonylethyl]-2'-hydroxyplieny!)-5-chlorobenzotrlazole, 2-(3'-tert-butyl-2'-hydroxy-5'-(2- 
methoxycarbonylethyl)phenyl)-5-chlorobenzotrlazoIe, 2-(3'-tert-butyl-2'-hydroxy-5'-(2-meth- 
oxycarbonylethyl)phenyl)benzotriazole, 2-(3'-tert-butyl-2'-hydroxy-5'-(2-octyloxycarbonyI- 
ethyl)phenyl)benzotrjazole, 2-(3'-tert-butyl-542-(2-ethylhexyloxy)carbonylethyl]-2'-hydroxy- 
phenyl)benzotriazole, 2-(3'-dodecyl-2'-hydroxy-5'-methyIphenyl)benzotrlazole, 2-(3'-tert-butyl- 
2'-hydroxy-5'-(2-lsooctyIoxycarbonylethyl)phenylbenzotriazole, 2,2'-methylenebis[4-(1 , 1 .3,3- 
tetramethylbutyl)-6-benzotriazole-2-ylphenol]; the transesterlfication product of 2-[3'-tert-bu- 
tyl-5'-(2-methoxycarbonylethyl)-2'-hydroxyphenyll-2H-benzotriazole with polyethylene glycol 

300; [R-CH2CH2— COO-CHaCHaJ^ , where R = 3'-tert-butyl-4'-hydroxy-5'-2H-benzotri- 



azol-2-ylphenyl, 2-[2'-hydroxy-3'-(a,a-dimethylbenzyl)-5'-(1 ,1 ,3.3-tetramethylbutyl)phenyl]- 
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benzotriazole; 2-[2'-hyclroxy-3'-(1 ,1 ,3,3-tetramethylbutyl)-6'-(a,a-climethylbenzyl)phenyl]ben- 
zotriazole. 

2.2. 2-Hvdroxvbenzo phenones . for example the 4-hydroxy, 4-methoxy, 4-octyloxy, 4-decyl- 
oxy, 4-dodecyloxy, 4-benzyloxy, 4,2',4'-trjhydroxy and 2'-hydroxy-4,4'-dimethoxy derivatives. 

2.3. Esters of substit uted and unsubstituted benzoic acidis. for example 4-tert-butylplienyl 
salicylate, phenyl salicylate, octylphenyl salicylate, dibenzoyi resorcinol, bis(4-tert-butylben- 
zoyl)resorcinol, benzoyl resorcinol, 2,4-di-tert-butylphenyl 3,5-di-tert-butyl-4-hydroxybenzo- 
ate, hexadecyl 3,5-di-tert-butyl-4-hydroxybenzoate, octadecyl 3,5-di-tert-butyl-4-hydroxyben- 
zoate, 2-methyl-4,6-di-tert-butylphenyl3,5-di-tert-butyl-4-hydroxybenzoate. 

2.4. Acrylates, for example ethyl a-cyano-p,p-diphenylacrylate, isooctyl a-cyano-p,p-diphe- 
nylacrylate, methyl a-carbomethoxycinnamate, methyl a-cyano-p-methyl-p-methoxycinna- 
mate, butyl a-cyano-p-methyl-p-methoxycinnamate, methyl a-carbomethoxy-p-methoxycln- 
namate and N-(p-cari3omethoxy-p-cyanovinyl)-2-methyllndollne. 

2.5. Nicl<el compounds, for example nickel complexes of 2,2'-thiobis[4-(1,1,3,3-tetramethyl- 
butyl)phenol], such as the 1:1 or 1:2 complex, with or without additional ligands such as n- 
butylamine, triethanolamine or N-cyclohexyldiethanolamine, nickel dibutyldithiocarbamate, 
nickel salts of the monoalkyi esters, e.g. the methyl or ethyl ester, of 4-hydroxy-3,5-di-tert- 
butylbenzylphosphonic acid, nickel complexes of ketoximes, e.g. of 2-hydroxy-4-methylphe- 
nylundecylketoxime, nickel complexes of 1-phenyl-4-lauroyl-5-hydroxypyrazole, with or with- 
out additional ligands. 

2.6. Stericaliv hindered amines, for example bis(2,2,6,6-tetramethyl-4-piperidyl)sebacate, 
bis(2.2,6,6-tetramethyl-4-piperidyl)succinate, bis(1,2,2,6,6-pentamethyl-4-piperidyl)sebacate, 
bis(1 -octyloxy-2,2,6,6-tetramethyi-4-piperidyl)sebacate, bis(1 ,2.2,6.6-pentamethyl-4-piperi- 
dyl) n-butyl-3,5-di-tert-butyl-4-hydroxybenzylmalonate, the condensate of 1 -(2-hydroxyethyi)- 
2,2,6,6-tetramethyl-4-hydroxyplperidine and succinic acid, linear or cyclic condensates of 
N,N'-bis(2,2,6,6-tetramethyl-4-piperidyi)hexamethylenediamine and 4-tert-octylamino-2,6-di- 
chloro-1,3,5-triazine, tris(2,2,6,6-tetramethyl-4-piperidyl)nitrilotriacetate, tetrakis(2,2,6,6-tetra- 
methyl-4-piperidyl)-1 .2,3,4-butanetetracartDoxylate, 1 ,1 '-(1 ,2-ethanediyl)-bis(3.3,5,5-tetrame- 
thylpiperazinone), 4-benzoyl-2,2,6,6-tetramethylpiperldine, 4-stearyloxy-2,2,6,6-tetramethyl- 
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piperidine, bis(1,2,2.6.6-pentamethylpiperidyI)-2-n-butyl-2-(2-hydroxy-3.5-di-tert-butylbenzyl)- 
malonate. 3-n-octyl-7,7,9.9-tetramethyM ,3,8-triazaspiro[4.5]decane-2,4-dione, bis(1-octyl- 
oxy-2,2,6.6-tetramethylpiperidyI)sebacate, bls(1-octyloxy-2.2.6,6-tetramethylpiperidyl)succl- 
nate. linear or cyclic condensates of N,N'-bis(2.2.6.6-tetramethyl-4-piperidyl)hexamethylene- 
diamlne and 4-morpholino-2,6-dichloro-1,3,5-triazlne, the condensate of 2-chloro-4,6-bis(4-n- 
butylamino-2,2,6,6-tetrametliylpiper!dyl)-1,3,5-trlazine and 1 ,2-bis(3-aminopropylamlno)- 
ethane, the condensate of 2-chloro-4.6-di-(4-n-butylamino-1,2,2.6,6-pentamethylpiperidyl)- 
1,3,5-triazine and 1.2-bis(3-aminopropylamino)ethane. 8-acetyl-3-dodecyl-7,7,9,9-tetrame- 
thyl-1,3,8-triazaspiro[4.5]decane-2,4-dione, 3-dodecyl-1-(2,2.6,6-tetramethyl-4-piperldyl)pyr- 
rolidine-2,5-dlone, 3-dodecyl-1 -(1 .2.2,6,6-pentamethy|.4-piperidyl)pyrrolidine-2,5-dione. a 
mixture of 4-hexadecyloxy- and 4-stearyloxy-2,2,6.6-tetramethylpiperidine, a condensate of 
N,N'-bis(2.2,6,6-tetramethyl-4-plperidyl)hexamethylenedlamine and 4-cyclohexylamino-2,6- 
dichloro-1.3.5-trfazine, a condensate of 1.2-bis(3-anr>inopropylamino)ethane and 2.4.6-tri- 
chloro-1,3,5-tr!azlne as well as 4-butylamino-2,2.6.6-tetramethylpiperidine (CAS Reg. No. 
[136504-96-6]); a condensate of 1 ,6-hexanediamine and 2.4.6-trichloro-1 ,3,5-triazine as well 
as N,N-dlbutylamine and 4-butylamlno-2.2,6,6-tetramethylpiperidine (CAS Reg. No. 
[192268-64-7]); N-(2,2,6,6-tetramethyl-4-piperidyl)-n-dodecylsuccinimide, N-(1 ,2,2.6,6- 
pentamethyl-4-piperidyl)-n-dodecylsucclnlmide, 2-undecyl-7,7,9.9-tetramethyl-1-oxa-3,8-di- 
aza-4-oxo-splro[4,5]decane, a reaction product of 7.7,9.9-tetramethyI-2-cycloundecyl-1-oxa- 
3.8-dlaza-4-oxosplro-[4.5]decane and epichlorohydrin, 1.1-bis(1,2,2,6,6.pentamethyl-4- 
piperidyloxycarbonyl)-2-(4-methoxyphenyl)ethene. N,N'-bis-formyl-N,N'-bis(2.2,6.6-tetrame- 
thyl-4-plperldyl)hexamethylenedlam!ne, a diester of 4-methoxymethylenemalonic acid with 
1.2,2.6.6-pentamethyl-4-hydroxyplperldlne, poly[methylpropyl-3-oxy-4-(2,2,6,6-tetramethyl-4- 
plperidyl)]slloxane, a reaction product of maleic acid anhydride-a-olefin copolymer with 
2,2,6,6-tetramethyl-4-aminoplperidlne or 1 .2.2.6,6-pentamethyl-4-aminoplperidlne. 

2.7. Oxamides , for example 4,4'-dioctyloxyoxanllide. 2,2'-dlethoxyoxannide, 2,2'-dioctyloxy- 
5,5'-dl-tert-butoxanilide, 2.2'-didodecyloxy-5.5'-dl-tert-butoxanilide, 2-ethoxy-2'-ethyloxanilide. 
N,N'-bls(3-dlmethylamlnopropyl)oxamfde. 2-ethoxy-5-tert-butyl-2'-ethoxanlllde and its mixture 
with 2-ethoxy-2'-ethyl-5,4'-di-tert-butoxanillde. mixtures of o- and p-methoxy-disubstituted 
oxanllldes and mixtures of o- and p-ethoxy-dlsubstltuted oxanilides. 

2.8. 2-(2-Hvdroxvphenvn-1 .3.S-tria7inft.Q for example 2,4,6-trls(2-hydroxy-4-octyloxyphenyl)- 
1 ,3,5-trlazine, 2-(2-hydroxy-4-octyloxyphenyl)-4,6-bis(2,4-dlmethylphenyl)-1 ,3,5-triazlne. 2- 
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(2.4-dihydroxyphenyl)-4,6-bis(2,4-clinnethylphenyl)-1.3.5-triazine. 2.4-bis(2-hydroxy-4-propyl- 
oxyphenyl)-6-(2,4-dimethylphenyl)-1,3,5-triazine, 2-(2-hydroxy-4-octyloxyphenyl)-4,6-bis(4- 
methylphenyl)-1,3,5-triazine, 2-(2-hydroxy-4-dodecyloxyph6nyl)-4,6-bis(2,4-dimethylphenyl)- 
1 ,3,5-triazine, 2-(2-hydroxy-4-tridecyloxyphenyl)-4,6-bis(2,4-dimethyIphenyl)-1 .3,5-triazine, 2- 
[2-hydroxy-4-(2-hydroxy-3-butyloxypropoxy)phenyl]-4.6-bis(2,4-dimethyl)-1,3.5-tria2ine, 2-[2- 
hydroxy-4-(2-hydroxy-3-octyloxypropyloxy)phenyl]-4,6-bis(2,4-dimethyl)-1,3.5-triazlne. 2-[4- 
(dodecyloxy/tridecyloxy-2-hydroxypropoxy)-2-hydroxyphenyl]-4,6-bis(2.4-dlmethylphenyl)- 
1.3.5-triazine. 2-[2-hydroxy-4-(2-hydroxy-3-dodecyloxypropoxy)phenyl]-4,6-bis(2,4-dimethyl- 
phenyl)-1 ,3,5-tria2ine, 2-(2-hydroxy-4-hexyloxy)phenyl-4,6-diphenyl-1 ,3,5-triazine, 2-(2-hy- 
droxy-4-methoxypheny!)-4,6-dlphenyl-1,3,5-triazine, 2,4,6-tris[2-liydroxy-4-(3-butoxy-2-hy- 
droxypropoxy)phenyi]-1,3,5-tria2lne, 2-(2-hydroxyphenyl)-4-(4-methoxyplienyl)-6-phenyl- 
1 ,3.5-triazlne. 2-{2-lnydroxy-4-[3-{2-ethylhexyl-1 -oxy)-2-hydroxypropyloxy]phenyl}-4.6-bis(2,4- 
dimethylphenyl)-! ,3,5-tria2lne. 

3. Metal deactivators, for example N.N'-dipfienyioxamide, N-sa!lcylal-N'-salicyloyl hydrazine. 
N.N'-bls(sallcyloyl)hydrazine, N,N'-bis(3,5-di-ten-butyl-4-hydroxypheny!propionyl)hydrazine, 
3-salicyloyIamlno-1,2,4-tria20le, bis(ben2yIldene)oxalyl dihydrazide, oxanlllde, isophthaloyi 
diliydrazlde, sebacoyi bisphenyilnydrazide, N.N'-diacetyladipoyI dihydrazide, N.N'-bis(salicyl- 
oyl)oxalyl dihydrazide, N,N'-bis(sallcyioyl)thiopropionyl dihydrazide. 

4. Phosphite? and phpsphonites , for example triphenyi phosphite, diphenylall<yl phosphites, 
phenyldialkyi phosphites, tris(nonylphenyl) phosphite, trilauryi phosphite, trioctadecyl phos- 
phite, distearylpentaerythrltol diphosphite. trls(2,4-di-tert-butyiphenyi) phosphite, diisodecyl 
pentaerythritol diphosphite, bls(2,4-dj-tert-butylphenyl)pentaerythritol diphosphite, bis(2,4-di- 
cumylphenyl)pentaerythritol diphosphite, bis(2,6-dl-ten-butyl-4-methyIphenyi)pentaerythritol 
diphosphite. dllsodecyloxypentaerythrltol diphosphite, bis(2.4-dI-tert-butyl-6-methylphenyl)- 
pentaerythritol diphosphite, bls(2.4,6-tris(tert-butylphenyl)pentaerythrltol diphosphite, trlstea- 
ryl sorbitol triphosphite, tetrakls(2,4-dl-tert-butylphenyl) 4,4'-bipheny!ene diphosphonite. 6- 
isooctyloxy-2.4.8.10-tetra-tert-butyl-12H-dlbenz[d.gl-1,3.2-dioxaphosphocln. bls(2.4-di-tert- 
butyl-6-methylphenyl)methyl phosphite, bis(2,4-dl-tert-butyl-6-methylphenyl)ethyl phosphite, 
6-fluoro-2.4.8,10-tetra-tert-butyl-12-methyl-dlbenz[d,g]-1,3,2-dloxaphosphocln. 2,2',2"-nitrilo- 
[triethyltrls(3,3',5,5'-tetra-tert-butyl-1,1'-biphenyl-2,2'-dlyl)phosphlte], 2-ethylhexyl(3.3'.5,5'-te- 
tra-tert-butyl-1 .1 '-biphenyl-2.2'-dlyl)phosphite, 6-butyl-5-ethyl-2-(2,4.6-tri-tert-butylphenoxy)- 
1 ,3,2-dioxaphosphirane. 
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The following phosphites are especially preferred: 

Tris(2,4-di-tert-butylphenyl) phosphite (lrgafos®168, Ciba-Gelgy), tris(nonylphenyl) phosphite, 




C(CH3)3 iCH^^C 



c(CH3)3 m^o 
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'3 (G) 



5. Hydroxylamines, for example N.N-dibenzylhydroxylamine, N,N-diethylhydroxylamine, N.N- 
dioctylhydroxylamine, N.N-dilaurylhydroxylamine, N,N-ditetradecylhydroxylamlne, N.N- 
dihexadecylhydroxylamine, N,N-dioctadecylhydroxylamine, N-hexadecy!-N-octadecylhydrox- 
ylamine, N-heptadecyl-N-octadecylhydroxylamlne, N,N-dialkylhydroxylamine derived from 
hydrogenated tallow amine. 

6. Nitrones, for example N-benzyl-alpha-phenylnltrone, N-ethyl-alpha-methylnitrone, N-octyl- 
alpha-heptylnitrone, N^auryl-alpha-undecylnitrone, N-tetradecyl-alpha-tridecylnitrone, N- 
hexadecyl-alpha-pentadecylnltrone, N-octadecyl-alpha-heptadecylnltrone, N-hexadecyl-al- 
pha-heptadecylnltrone. N-ocatadecyl-alpha-pentadecylnltrone, N-heptadecyl-alpha-hepta- 
decylnitrone. N-octadecyl-alpha-hexadecylnltrone, riltrone derived from N,N-dlalkylhydroxyl- 
amlne derived from hydrogenated tallow amine. 

7. Thiosynerqists, for example dilauryl thiodlproplonate or distearyl thiodlproplonate. 

8. Peroxide scavengers, for example esters of p-thlodlpropionic acid, for example the lauryl, 
stearyl, myrlstyl or tridecyl esters, mercaptobenzlmldazole or the zinc salt of 2-mercapto- 
benzimldazole, zinc dibutyldithiocarbamate, dioctadecyl disulfide, pentaerythritol tetrakls(p- 
dodecyimercapto)propionate. 

9. Poly^rpide stabilisers, for example copper salts In combination with iodides and/or phos- 
phorus compounds and salts of divalent manganese. 

10. Basic co-stabillsers, for example melamine, polyvinylpyrrolidone, dicyandiamlde, triallyl 
cyanurate, urea derivatives, hydrazine derivatives, amines, polyamides, polyurethanes, all<ali 
metal salts and alkaline earth metal salts of higher fatty acids, for example calcium stearate, 
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zinc stearate, magnesium behenate, magnesium stearate, sodium ricinoieate and potassium 
palmitate, antimony pyrocatecholate or zinc pyrocatecholate. 

11. Nucleating agents, for example inorganic substances, such as talcum, metal oxides, such 
as titanium dioxide or magnesium oxide, phosphates, carbonates or sulfates of, preferably, 
alkaline earth metals; organic compounds, such as mono- or polycarboxylic acids and the 
salts thereof, e.g. 4-tert-butylbenzoic acid, adipic acid, diphenylacetic acid, sodium succinate 
or sodium benzoate; polymeric compounds, such as ionic copolymers (ionomers). Especially 
preferred are 1,3:2,4-bis(3',4'-dimethylbenzylidene)sorbitol, 1,3:2,4-di(paramethyldibenzyli- 
dene)sorbitol, and 1,3:2,4-di(benzylidene)sorbitol. 

12. Fillers and reinfor cing agents, for example calcium carbonate, silicates, glass fibres, 
glass bulbs, asbestos, talc, kaolin, mica, barium sulfate, metal oxides and hydroxides, carbon 
black, graphite, wood flour and flours or fibers of other natural products, synthetic fibers. 

13. Other additives, for example plastlclsers, lubricants, emulsifiers, pigments, rheology 
additives, catalysts, flow-control agents, optical brlghteners, flameproofing agents, antistatic 
agents and blowing agents. 

14. Benzofuranones and Indolinones. for example those disclosed in U.S. 4,325,863; 
U.S. 4,338.244; U.S. 5,175.312; U.S. 5,216,052; U.S. 5.252,643; DE-A-431 661 1 ; 
DE-A-4316622; DE-A-431 6876; EP-A-0589839 or EP-A-0591102 or 3-[4-(2-acetoxyethoxy)- 
phenyl]-5.7-di-tert-butylbenzofuran-2-one, 5,7-dl-tert-butyI-3-[4-(2-8tearoyloxyethoxy)phenyl]- 
benzofuran-2-one, 3,3'-bis[5.7-dl-tert-butyl-3-(4-[2-hydroxyethoxy]phenyl)benzofuran-2-one], 
5,7-di-tert-butyl-3-(4-ethoxyphenyl)benzofuran-2-one. 3-(4-acetoxy-3,5-dlmethylphenyl)-5,7- 
dl-tert-butylbenzofuran-2-one, 3-(3,5-dlmethyl-4-plvaloyloxyphenyl)-5,7-di-tert-butylbenzo- 
furan-2-one, 3-(3,4-dlmethylphenyl)-5,7-di-ten-butylbenzofuran-2-one. 3-(2,3-dimethylphe- 
nyl)-5,7-dl-tert-butylbenzofuran-2-one. 

The triblock-copolymer or grafted comb copolymer of the Invention and optional further 
components may be added to the themioplastic polymer material individually or mixed with 
one another. If desired, the Individual components can be mixed with one another before 
incorporation into the polymer for example by dry blending, compaction or in the melt. 
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The incorporation of the tribloclt-copolymer or grafted comb copolymer of the invention and 
optional further components into the poiymer is carried out by l<nown methods such as dry 
blending in the form of a powder, or wet mixing in the form of solutions, dispersions or 
suspensions for example in an inert solvent, water or oil. The additives of the invention and 
optional further additives may be Incorporated, for example, before or after molding or also by 
applying the dissolved or dispersed additve or additive mixture to the polymer material, with or 
without subsequent evaporation of the solvent or the suspension/dispersion agent. They may 
be added directly into the processing apparatus (e.g. extruders, internal mixers, etc), e.g. as a 
dry mixture or powder or as solution or dispersion or suspension or melt. 

The incorporation can be carried out in any beatable container equipped with a stirrer, e.g. in 
a closed apparatus such as a kneader, mixer or stin-ed vessel. The incorporation is 
preferably carried out In an extruder or in a l<neader. It is immaterial whether processing 
takes place In an inert atmosphere or In the presence of oxygen. 

The addition of the additive or additive blend to the polymer can be carried out in all 
customary mixing machines in which the polymer is melted and mixed with the additives. 
Suitable machines are known to those skilled In the art. They are predominantly mixers, 
kneaders and extruders. 

The process is preferably carried out in an extruder by introducing the additive during 
processing. 

Particularly preferred processing machines are single-screw extruders, contrarotating and 
corotating twin-screw extruders, planetary-gear extruders, ring extruders or cokneaders. It is 
also possible to use processing machines provided with at least one gas removal 
compartment to which a vacuum can be applied. 

Suitable extruders and kneaders are described, for example, In Handbuch der Kunststoffex- 
trusion, Vol. 1 Grundlagen, Editors F. Hensen. W. Knappe. H. Potente, 1989, pp. 3-7, 
ISBN:3-446-1 4339-4 (Vol. 2 Extrusionsanlagen 1986, ISBN 3-446-14329-7). 

For example, the screw length is 1 - 60 screw diameters, preferably 35-48 screw diameters. 
The rotational speed of the screw Is preferably 10 - 600 rotations per minute (rpm), very 
particulariy preferably 25 - 300 rpm. 

The maximum throughput is dependent on the screw diameter, the rotational speed and the 
driving force. The process of the present Invention can also be carried out at a level lower 
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than maximum throughput by varying the parameters mentioned or employing weighing ma- 
chines delivering dosage amounts. 

If a plurality of components are added, these can be premlxed or added individually. 

The triblock-copolymer or grafted comb copolymer of the Invention and optional further 
additives can also be added to the polymer In the fonm of a masterbatch ("concentrate") 
which contains the components in a concentration of, for example, about 1 % to about 40% 
and preferably 2 % to about 20 % by weight Incorporated In a polymer. The polymer must not 
be necessarily of Identical structure than the polymer where the additives are added finally. 
In such operations, the polymer can be used in the fomi of powder, granules, solutions, 
suspensions or In the form of latices. 



Incorporation can tal<e place prior to or during the shaping operation, or by applying the 
dissolved or dispersed compound to the polymer, with or without subsequent evaporation of 
the solvent. 



The materials containing the triblock-copolymer or grafted comb copolymer of the Invention 
described herein can be used for the production of moldings, rotomolded articles, injection 
molded articles, blow molded articles, films, tapes, mono-filaments, fibers, nonwovens, 
profiles, adheslves or putties, surface coatings and the like. 

The triblock-copolymer can be prepared according to standard polymerization methods, such 
as for example anionic polymerization of the Individual blocks. Such a method is for example 
described for diblock-copolymers of polyethylene and poiyslloxane In US 6 331 589. 

The synthesis of triblock copolymers via anionic polymerization Is well known and e.g. 
described in Houben-Weyl, Methoden der organischen Chemie, Band E20, page 132. 
Stuttgart 1987. 



Synthesis can be performed either in a 3 step process, where the first monomer, is initiated 
e.g. by 2-butyIlithium (block B). followed by addition of the 2"" monomer (resulting in B-C 
block) and finally the first monomer Is added again (resulting in B-C-B). A 2 step process is 
achieved by using a bifunctional initiator e.g. Naphthalin sodium THF complex, where the 
block C Is synthesized first, followed by addition of the second monomer, whereas both B 
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blocks are formed at the same time. A further possibility of a 2 step process is the initiation of 
the first monomer by a monofunctional initiator, followed by the second monomer and 
coupling of the living chain ends by addition of a coupling agent e.g. a.co-dichlorocompounds 
or dichlordimethylsilane. Comb polymers via anionic polymerization can be synthesized by 
metalization of a polymer chain e.g. polybutadiene with butyl-lithium-1 ,2-bis(dimethylamino)- 
ethan complex, followed by initiation of the second monomer from the metal (Li) containing 
polymer backbone. 

A further method to synthesize the B-C-B block copolymers is by condensation reaction 
between functional endgroups of indiviual blocks. For example a dimethyl-amino-terminated 
polysiloxane at both ends (block C) can be reacted with a hydroxy-terminated block B by 
condensation reaction (see e.g. Houben Weyl Vol. 20 E, page 2232). 

In a preferred method the block polymerization is carried out in the presence of nitroxyl 
mediated radical polymerization In a similar way as described for diblocks in Polymer 
Preprints Vol 40(2), 1999, pages 370-371. 

The synthesis of B-C blockcopolymers via nitroxyl mediated polymerization Is carried out as 
described e.g. in WO 02/48205. 

Synthesis of B-C-B blockcopolymers via nitroxyl mediated polymerization can be synthesized 
by subsequent block copolymer fomnatlon, starting with a monomer B, followed by a 
monomer C and again followed by a monomer B. Another possibility is to use a bifunctlonal 
nitroxylinltlator as described for example In US 5627248 , polymerizing first a monomer C, 
followed by the monomer B which Is In this case growing on both ends, resulting in a B-C-B 
structure. 

A further aspect of the Invention is therefore a process for the preparation of a triblock- 
copolymer or graft-copolymer via controlled free radical polymerization comprising the steps 
of 
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a) reacting a polysiloxane. in the presence of a functional allcoxyamine of fonmula (I) 



-N_0_x 

b) reacting the resulting all<oxyamine terminated polysiloxane with an ethyienically 

unsaturated monomer at a temperature between 60 and 160° C, wherein 
X represents a group having at least one carbon atom and is such that the free radical 



n is a number from 0-1 8; 

R and R' are independently tertiary bound C4-C28alkyl groups which are unsubstltuted 
or substitituted by one or more electron withdrawing groups or by phenyl; or 

R and R' together form a 5 or 6 membered heterocyclic ring which is substituted at 
least by 4 Ci-C4alkyl groups and which may be interrupted by a further nitrogen or oxygen 
atom. 

Suitable nitroxyl radicals as precursors for the compounds of formula I are known and 
disclosed in the following documents. 

US 5322912 to Georges et al. Issued June 21, 1994 discloses a polymerization process 
using a free radical initiator, a polymerizable monomer compound and a stable free radical 
agent of the basic structure R'R"N-0* for the synthesis of homopolymers and block 
copolymers which are terminated by the nitroxyl radical. 






is capable of initiating polymerization of ethyienically unsaturated monomers, 



More recently further nitroxyl radicals and nitroxyl ethers have been described. 

WO 98/13392 for example describes open chain alkoxyamine compounds, which have a 

symmetrical substitution pattern and are derived from NO gas or from nitroso compounds. 
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WO 96/24620 describes a polymerization process in which very specific stable free radical 



WO 98/30601 discloses specific nitroxyls based on imidazolidinons. 

WO 98/44008 discloses specific nitroxyls based on morpholinones, piperazinones and 
piperazindiones. 

The preparation of open chain nitroxyl radicals is for example also described in WO 
99/03894 or in WO 00/07981 . Nitroxyl radicals based on tetraalkyi piperidine are for example 
described in GB 2 335 1290 or in GB 2 361 235. Further heterocyclic nitroxyl radicals are 
described in GB 2 342 649. 

These prior art nitroxyl radicals are all suitable precursors for the instant functional 
alkoxyamines. They may be prepared in analogy to the epoxy functionalized alkoxyamines 
disclosed in WO 02/48109. 

In principal a hydroxy functional alkoxyamine is reacted with a halogen alkene having the 
double bond as terminal group, such as for example allyl bromide. 

Preferably the functional alkoxyamine is of formula (II) 



agents are used, such as for example 





wherein 
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Y is a direct bond, O, NH, C(0)0 or S; 
n is a a number from 0-18. 

Ri. R2, R3 and R4 are independently of each other Ci-C4ali<yl; 
R5 is hydrogen or Ci-C4aII<yl; 

Re is hydrogen and Re is H, OR10, NRioRn, -0-C(0)-Rio or NRii-C(0)-Rio; 
Rio and Rn independently are hydrogen, Ci-CisalkyI, Cg-Ciealkenyl, Ca-Cisalkinyl or C2- 
Ciaaikyl which is substituted by at least one hydroxy group or, if Re is NRioRn, taken 
together, form a Ca-Ciaalkyiene bridge or a C2-Ci2-aIkylene bridge Intermpted by at least one 
O atom;or 

Re and R e together are both hydrogen, a group =0 or =N-O-R20 wherein 
R20 is H, straight or branched Ci-CiaalkyI, Cg-Ciaalkenyl or Ca-Cisalkinyl, which may be 
unsubstituted or substitued, by one or more OH, Ci-Csalkoxy, carboxy, Ci-Cealkoxycarbonyl; 
C5-Ci2cycloalkyl or C5-Ci2cycloalkenyl; 

phenyl, CT-Cgphenylalkyi or naphthyl which may be unsubstituted or substituted by one or 
more d-Cealkyl, halogen, OH, Ci-Csalkoxy, carboxy, CrCaalkoxycarbonyl; 
-C(0)-Ci-C36alkyl, or an acyl moiety of a a,p-unsaturated carboxylic acid having 3 to 5 
carbon atoms or of an aromatic carboxylic acid having 7 to 15 carbon atoms; 
.SO3-Q*, -P0(0-Q*)2, -P(0)(0R 2)2. -SO2-R2, -CO-NH-R2. -CONH2. COOR2, or Si(Me)3. 
wherein is H*, ammnonlum or an alkali metal cation; or 

Re and Rg' are independently -0-Ci-Ci2alkyl, -O-Ca-Cigalkenyl, -O-Cs-Ciaalkinyl, -O-C5- 
Cacycloalkyl, -O-phenyl, -O-naphthyl, -O-CT-CaphenylalkyI; or 

Re and R'e together fonn one of the bivalent groups -0-C(R2i)(R22)-CH(R23)-0-, -0-CH(R2i)- 
CH22-C(R22)(R23)-0-, -0-CH(R22)-CH2-C(R2i)(R23)-0-, -0-CH2-C(R2i)(R22)-CH(R23)-0-, -0-0- 
phenylene-O-, -0-1 ,2-cyclohexyllden-O-, 



R21 is hydrogen, Ci-Ci2alkyl, COOH, COO-(Ci-Ci2)alkyl or CH2OR24; 
R22 and R23 are independently hydrogen, methyl ethyl, COOH or COO-(Ci-Ci2)alkyl; and 
R24 is hydrogen, CrCiaalkyI, benzyl, or a monovalent acyl residue derived from an aliphatic, 
cycloaliphatic or aromatic monocarboxyllc acid having up to 18 carbon atoms. 



-0-CH2-CH=CH-CH2-0- or 




; wherein 



Preferably Y is O and n is a number from 1-4. 
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Ci-Ciealkyl can be linear or branched. Examples are methyl, ethyl, propyl, isopropyl, butyl, 2- 
butyl, isobutyl, t-butyl, pentyl, 2-pentyl, hexyl, heptyl, octyl, 2-ethylhexyl, t-octyl. nonyl, decyl, 
undecyl, dodecyl or octadecyl. Where up to Cgealkyl Is possible, Ci-CisalkyI is preferred. 
AlkyI substituted by a group -COOH is for example CH2-COOH, CH2-CH2-COOH, (CH2)3- 
COOH or CH2-CHCOOH-CH2-CH3 

Hydroxyl- or alkoxycarbonyl substituted Ci-CiealkyI can be, for example, 2-hydroxyethyl, 2- 
hydroxypropyl, methoxycarbonylmethyl or 2-ethoxycarbonylethyl. 

Alkenyl having from 2 to18 carbon atoms is a branched or unbranched radical, for example 
propenyl, 2-butenyi, 3-butenyl, isobutenyl, n-2,4-pentadienyl, 3-methyl-2-butenyl, n-2-octenyl, 
n-2-dodecenyl. isododecenyi. 

Alkinyl having from 2 to 18 carbon atoms is a branched or unbranched radical, for example 
propinyl, 2-butinyl, 3-butinyl, isobutlnyl, n-2.4-pentadilnyl, 3-methyl-2-butinyi. n-2-octinyl, n-2- 
dodecinyl, isododecinyl. 

Examples of aikoxy are methoxy, ethoxy, propoxy, isopropoxy, butoxy, isobutoxy, pentoxy, 
isopentoxy, hexoxy, heptoxy or octoxy. 

CT-CgphenylalkyI Is for example benzyl, a-methylbenzyl, a,a-dlmethylbenzyl or 2-phenylethyl, 
benzyl is preferred. 

Cs-CiacycloalkyI is for example cyciopentyl, cyclohexyl, (^cloheptyl, methylcyclopentyl or 
cyclooctyl. 

Cs-Ci2cycloalkenyl is for example 3-cydopentenyl, 3-cyclohexenyl or 3-cycloheptenyl. 

Examples of a monocarboxylic acid having up to 18 carbon atoms are formic acid, acetic 
acid, propionic add, the isomers of valeric acid, methyl ethyl acetic acid, trimethyl acetic acid, 
capronic acid, lauric acid or stearic add. Examples for unsaturated aliphatic acids are acrylic 
acid, methacrylic acid, crotonic acid, linollc acid and oleic acid. 
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Typical examples of cycloaliphatic carboxylic acids are cyclohexane carboxylic acid or 
cyclopentane carboxylic acid. 

Examples of aromatic carboxylic acids are benzoic acid, salicylic acid or cinnamic acid. 
Halogen is F, CI, Br or I. 

Ci-Ci8alkylene is a branched or unbranched radical, for example methylene, ethylene, 
propylene, trimethylene, tetramethylene, pentamethylene. hexamethylene, heptamethylene, 
octamethylene, decamethylene or dodecamethylene. 

Ca-Ciaalkylene bridges interrupted by at least one O atom are, for example, 

-CH2-O-CH2-CH2, -CH2-O-CH2-CH2-CH2, -CH2-O-CH2-CH2-CH2-CH2-, 
-CH2-O-CH2-CH2-O-CH2-. 

Alkoxycarbonyl is for example methoxycarbonyl, ethoxycarbonyl, propoxycarbonyl. 

Preferably Ri. R2, R3, R4 are methyl, or Ri and R3 are ethyl and R2 and R4 are methyl, or Ri 
and R2 are ethyl and R3 and R4 are methyl. 

For instance R5 is hydrogen or methyl. 

In particular R'e is hydrogen and Re is H, ORio, NR10R11, -0-C(0)-Rio or NRii-C(0)-Rio; 
Rio and Rn independently are hydrogen, Ci-CiealkyI, Cg-Cisalkenyl, C2-Ci8alkinyl or C2- 
Ciaalkyl which is substituted by at least one hydroxy group or. If Re is NRioRn, taken 
together, fomi a C2-Ci2alkylene bridge or a C2-Ci2-alkylene bridge interrupted by at least one 
O atom; or 

Re and R'e together are both hydrogen, a group =0 or =:N-O-R20 wherein 
R20 is H or straight or branched CrCisalkyl. 

In another preferred embodiment of the invention Re and R'e together fomi one of the bivalent 
groups -0-C(R2i)(R22)-CH(R23)-0-, -0-CH(R2i)-CH22-C(R22)(R23)-0-, .0-CH(R22)-CH2- 
C(R2i)(R23)-0-, -0-CH2-C(R2i)(R22)-CH(R23)-0- and R21, R22 and R23 have the meaning as 
defined above. 

In a first step a polysiloxane is prepared, for example by ring opening of a cyclic siloxane. 
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Polysiloxanes with hydrogen end groups or with pending hydrogen atoms at the polymer 
backbone are known and commercially available. Methods for reacting hydrogen groups with 
unsaturated double bonds are known as hydrosllilation and for example described In 
Advances in Organometallic Chemistry, vol. 17 pages 407-447, 1979. 

During the hydrosylilation process an alkoxyamine having for example an allyl functionality In 
particular a compound of formula II, Is added and a polysiloxane having attached the 
alkoxyamine at both ends or along the polysiloxane backbone is obtained. Depending on the 
process conditions and the amount of alkoxyamine added, comb polymers with more than 
two pendent alkoxyamine groups are obtained. 

In a second step the alkoxyamine terminated polysiloxane is further reacted with an 
unsaturated monomer. Examples of unsaturated monomers are ethylene, propylene, n- 
butylene, i-butylene, styrene, substituted styrene, conjugated dienes, acrolein, vinyl acetate, 
vinylpyrrolldone, vinylimidazole, maleic anhydride, (alkyl)acryllc acidanhydrides, (alkyl)acrylic 
acid salts, (alkyl)acrylic esters, (meth)acrylonitriles, (alkyl)acrylamides, vinyl halides or 
vinylldene halides. 

Preferred ethylenicaily unsaturated monomers are styrene, methylacrylate, ethylacrylate, 
butylacrylate, Isobutylacrylate, tert. butylacrylate, hydroxyethylacrylate, hydroxypropyl- 
acrylate, dimethylaminoethylacrylate, glycidylacrylates, methyl(meth)acrylate, ethyl(meth)- 
acrylate, butyl(meth)acrylate, hydroxyethyl(meth)acrylate, hydroxypropyl(meth)acrylate, di- 
methylaminoethyl(meth)acrylate, glycidyl(meth)acrylates, acrylonltrile, acrylamide, methacryl- 
amide or dimethylaminopropyl-methacrylamlde. 

Particularly preferred are styrene, methylacrylate, ethylacrylate, butylacrylate, isobutyl- 
acrylate, tert. butylacrylate, methyl(meth)acrylate, ethyl(meth)acrylate and the isomers of 
butyl(meth)acrylate. 

Also subject of the Invention is the triblock-copolymer or graft-copolymer itself obtained via 
controlled free radical polymerization according to the above mentioned process. 

The compounds of fomiuia II are novel. They may be prepared in analogy to the epoxy- 
functional compounds described In WO 99/46261, WO 02/48109 or US 5 721 320. The 
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hydroxy functional intermediate described In the afore mentioned documents is for example 
reacted with allyl bromide to obtain the title compounds. 

Consequently a further aspect of the Invention is a compound of fomiula II 



wherein 

Y is a direct bond, O. NH, C(0)0 or S; 
n Is a a number from 0-18. 

Ri. Rfc R3 and R4 are Independently of each other Ci-C4alkyl; 
R5 Is hydrogen or Ci-C4alkyl; 

R'6 is hydrogen and Re Is H, OR10, NR,oRii, -0-C(0)-R,o or NR,i-C(0)-Rio; 
Rio and Rn independently are hydrogen, Ci-CiaalkyI, Ca-Cisalkenyl, Ca-Cisaikinyl or Ca- 
Cisalkyl which Is substituted by at least one hydroxy group or, If Re Is NR10R11, taken 
together, fomi a Cz-Ciaalkylene bridge or a C2-Ci2-alkylene bridge interrupted by at least one 
O atom;or 

Re and R'e together are both hydrogen, a group =0 or =N-O-R20 wherein 
R20 is H, straight or branched Ci-Ciaalkyl, Ca-Cisalkenyl or Ca-Ciealklnyl, which may be 
unsubstituted or substitued, by one or more OH, Ci-Cealkoxy. carbo)qr, Ci-Cealkoxycarbonyl; 
Cg-Ciacycloalkyl or Cs-Ciacycloalkenyl; 

phenyl, CrCgphenylalkyl or naphthyl which may be unsubstituted or substituted by one or 
more CrCsalkyl. halogen, OH, Ci-Caalkoxy, carboxy, Ci-Caalkoxycarbonyt; 
-C(0)-C,-C36alkyl, or an acyl moiety of a a,p-unsaturated carboxyllc acid having 3 to 5 
carbon atoms or of an aromatic carboxyllc acid having 7 to 15 carbon atoms; 
-SOsQ\ -P0(0-Q*)2, -P(0)(OR 2)2. -SO2-R2. -CO-NH-R2. -CONH2, COOR2, or SI(Me)3. 
wherein Q* is H*. ammnonium or an alkali metal cation; or 
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Re and Rg' are independently -0-C,-Ci2alkyl, -O-Ca-Ciaalkenyl, -O-Cg-Ciaalkinyl, -O-Cg- 
Cacycloalkyl, -O-phenyl, -O-naphthyl, -O-Cr-Cgphenylalkyl; or 

Re and R'e together fonn one of the bivalent groups -0-C(R2i)(R2a)-CH(R23)-0-, -0-CH(R2i)- 

CH22-C(R22)(R23)-0-, -0-CH(R22)-CH2-C(R2,)(R23)-0-, -0-CH2-C(R2l)(R22)-CH(R23)-0-, -O-o- 

phenylene-O-, -0-1 ,2-cyciohexyllden-O-, 



-0~CH2-CH=CH-CH2-0- or 




; wherein 



Rai is hydrogen, Ci-Ci2all<yl, COOH, COO-(CrC,2)alkyl or CH20Ra4; 
R22 and R23 are Independently hydrogen, methyl ethyl, COOH or COO-(Ci-Ci2)alkyl; and 
R24 is hydrogen, Ci-Ciaallcyl, benzyl, or a monovalent acyl residue derived from an aliphatic, 
cycloallphatic or aromatic monocarboxylic acid having up to 18 carbon atoms. 

Examples and preferences for the individual substituents have already been given, they 
apply also for the compounds. 

Yet further aspects of the invention are a composition wherein the triblock-copolymer or 
graft-copolymer is prepared via controlled free radical polymerization according to the 
process described above and the use of a triblock-copolymer or graft graft-copolymer as 
additive for enhancing the melt flow of thermoplastic polymers during processing. 

The following examples illustrate the invention. 

A) Svnthesis of functional alkoxvamina 
Example 1 (compound 101) 

15 g (51 mmol) 1-[1-(4-hydroxy-phenyl)-ethoxy]-2,2,6,6-tetramethyl-piperldin-4-ol prepared 
as described in WO 02/48109. 14 g (102 mmol) K2CO3, 8.6 mi (102 mmol) allylbromide and 
50 ml acetone are refluxed for 12 hours. The reaction mixture is filtered and the solvent 
removed by evaporation. The residue is recrystalllzed from 20 ml pentane. 1 1.3 g (66.4%) of 
compound 101 are obtained as white crystals with a melting point of 66 - 67 "C. 
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Compound 



Structure 



No. 



101 




Elemental analysis: 

Calculated C20H31NO3; C 72.03%, H 9.37%, N 4.20%; Found: C 71.46%, H 9.36%. N 4.27%. 

Synthesi s of the NOR terminated polvsiloxane 
Two commercial Polyslloxane are modified In a hydrosylllatlon reaction in the presence of 
compound 101 . A NOR terminated polyslloxane of the type B-C-B and a grafted polyslloxane 
of the type C-B(n) is obtained. 

0) Synth esis of blocic cooolvmer B-C-B of examoie 1 to 4 

in a dry, argon-purged Schlenk tube, the NOR terminated polyslloxane Is dissolyed in a 
tenfold amount of freshly distilled styrene. The solution is degassed in three consecutiye 
freeze-thaw-cycles and then purged with Argon. The stirred mixture is Immersed In an oil 
bath and polymerized at 130°C for 24 hours. After polymerization, residual monomer is 
removed under vacuum at 60°C. The final block copolymer is dried at eO'C in vacuum until 
constant weight is achieved. 

Molecular weight and molecular weight distributions are determined by size exclusion 
chromatography (SEC) on an HP 1090 liquid chromatograph (software: winG PC/Polymer 
Standard Sen/ices, Mainz, Gennany) using THF as eluent and a column combination 
calibrated with narrow polystyrene standards (Polymer Laboratories). The results are shown 
In Table 1. 
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Table 1 



blockcopoiymer of example 


starting material 


[g] 


styrene [g] 


conv. (%] 


Mw 


PD 


PS-PSi-PS (ex.1, 3) 


NO-term-polysiioxane 


5.0 


50 


67.6 


7100 


4.8 


PS-graft-PSi (ex. 2, 4) 


NO-graft-polyslloxane 


5.0 


50 


53.1 


8000 


1.7 



Processing and testing conditions 

The synthesized block copolymers described above are blended with crystal polystyrene and 
injection molded to a spiral (dimension: 1.5 mm) where the length of the spiral is used as 
measure of flowability. In addition the transparency of the injection molded spirals is 
Inspected visually. The results of improved melt flow and transparency of the inventive 
examples are listed in Table 2. 



Arburg 270-210-500 

Cylinder Temp. Zone: 200 - 220**C 

Temp. Dye: 220°C 

Mould Temperature: 55*^0 

Mould Cooling Time: 10 sec. 

Injection Time: 0,1 - 0,2 sec. 



Screw Speed: 150 U/min 
Back Pressure: 55 bar 
Back Pressure Time: 10 sec. 
Injection Pressure: 1000 bar 
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Table 2 





additive 


[%] 


melt flow 
incrase [%] 


aspect 


comparative 
example 1 


without 


0 


0 


transparent, colorless 


comparative 
example 2 


Tegomer® v-sl 2250 


1.0 


5.3 


white, opaque, 
Inhornoaeneous 


comparative 
example 3 


Tegomer® h-si 6440 


1.0 


0.3 


white, opaque 


comparative 
example 4 


polysiloxane block of 
example 1 


1.0 


3.2 


opaque, brownish 


comparative 
example 5 


polysiloxane block of 
example 2 


1.0 


not 

processible 




comparative 
example 6 


Tegomer® h-sl 6440 


2.0 


7.7 


white. ODaaue 


comparative 
example 7 


Tegomer® v-si 2250 


2.0 


5.0 


white. nnaniio 

inhomogeneous 


example 1 


ps-poiysiloxane-ps 
blockcopolymer 


1.0 


1.2 


transparent colorless 


example 2 


polysiloxane-graft- ps 


1.0 


5.0 


transparent colorless 


example 3 


ps-polysiloxane-ps 
blockcopolymer 


2.0 


3.2 


transparent colorless 


example 4 


polysiloxane-graft-ps 


2.0 


6.2 


transparent colorless 



In contrast to commercial available Polysiloxanes of the comparative examples, the Inventive 
examples show enhancement of melt flow and at the same time excellent compatibility 
proven by a colorless transparent product. Glass tranlstlon temperature of PS is 373 K, of 
Polydlmethylslloxane 146 K. 



